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The third type of golf club, the putter, is used on or 
around the green area for sinking the golf ball into the golf 
hole. The club head of the putter is generally constructed of a 
metallic material, as in the irons. 
5 Woods, irons, and putters all have a strike face which 

contacts the golf ball when the ball is struck by the golf club 
head. Putters and irons typically have a strike face with a 
planar or flat surface. A wood-type club is conventionally 
provided with a strike face that has bulge and roll curvatures 
10® and is not flat or planar, 
in Various strategies have been used to improve the hitting 

^5 characteristics of golf club heads. One of the strategies has 
J;t been to add inserts to the face of the golf club head. In 
}"i designing a golf club with face inserts, the material of the 

insert is selected to provide the desired hitting characteristics 
p in the golf club. The properties of the insert material, such as 
^ the weight, friction, flexural modulus, and hardness, can greatly 
p. influence the hitting characteristics of the golf club. For 

example, insert materials having a high coefficient of friction 
20 tend to produce a golf club that generates higher levels of spin 
on the golf ball, which allows the better golfer to control and 
manipulate the golf shot. However, the novice player may not 
prefer a golf club that produces high levels of spin on the golf 
ball as it may decrease the distance of the golf shot and may 
25 increase the tendency of the golf ball to hook or slice. 
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Many variations of club heads having such face inserts have 
been proposed. Generally speaking, the insert covers only a 
portion of the face of the golf club head and extends into the 
club only for a portion of the depth of the club head. Often, 
5 the club head has a backing material into which the insert is 

placed. Examples of golf club heads having inserts can be found 
in U.S. Patent Nos . 4,883,275, 5,358,249, 5,405,136, 5,423,535, 
5,489,094 and 5,575,472. 

Another strategy for improving the hitting characteristics 
10 of golf club heads is to adjust the weight distribution within 

the club head. It is well known that the weight distribution in 
m the head affects the tendency of the club head to rotate about 
S the golf club shaft during ball/club impact, especially when the 
:2 ball/club impact occurs in a position on the club face other than 
l.i|f the center of gravity. Various weighting techniques have been 
l :S attempted to reduce this rotational tendency by changing the 
H J weight distribution in the club head. Such techniques often 
R! involve either perimeter weighting in which the weight is 
M distributed to the perimeter areas of the club away from the 
2 0 center of the club head, or heel -toe weighting in which materials 
having different densities are used in the heel, toe and center 
portions of the club head in order to distribute more weight in 
the heel and toe of the golf club. 

One form of perimeter weighting uses perimeter weight 
25 inserts. The use of lower density face inserts also may serve to 
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distribute weight to the perimeter of the club head. Perimeter 
weighting characteristics can also be achieved by shaping a club 
head to produce a cavity in the back of the club thereby 
producing a complex shape wherein the weight of the club is 
5 greater along the perimeter of the club head. One version of the 
heel -toe weighting involves fabricating a club head wherein high 
density alloys are used in the heel and toe portions of the club 
head and a low density alloy is used in the center portion of the 
club head. Examples of perimeter weighting and heel -toe 
10 weighting techniques can be found in U.S. Patent No. 4,992,236. 

While the use of perimeter weighting, heel-toe weighting and 
ig face inserts in the design of golf club heads has improved the 

performance of golf clubs, these techniques have also raised the 
p price of these specially designed golf clubs as the manufacturing 
lj! and assembly operations used in producing these types of club 

modifications are relatively complex. 
^ Therefore, there is a continuing need in the art for a golf 

W club head that combines the performance characteristics of golf 
SJ club heads having perimeter weighting and heel-toe weighting and 
20 the performance characteristics of golf club heads using face 

inserts, and can provide a better feel and a head structure which 
limits the adverse effects of an off center ball/club impact 
while achieving manufacturing cost efficiencies not possible with 
the complex manufacturing operations used in present golf club 
25 designs. 
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Summary of the Invention 
The present invention alleviates to a great extent the 
disadvantages of golf club heads having perimeter weighting and 
face inserts by providing a golf club head with a uniform 
5 depthwise construction, a relatively dense section at the heel 

and toe of the club head, and a relatively less dense section in 
the center of the club head. The relatively dense materials in 
the heel and toe regions of the club head extend the entire depth 
of the club head, respectively at the heel and toe regions. 
10 Likewise, the lower density material in the central region of the 

club head extends for the entire depth of the club head in the 
m central region. The positioning of the higher density regions at 
13 the heel and toe of the golf club provides for desirable heel -toe 
Q weighting characteristics. Specifically, a high inertia design 
M| is achieved by placing high-density metals in the toe and heel as 

si S 

p far from the center segment of the golf club as is possible. The 
r? center segment of the club is made with lower density materials. 
;Jf A high inertia design is desired to prevent the golf club from 
^ twisting when striking a golf ball on other than the "sweet spot" 
20 or center of gravity of the club. 

A golf club head having features of the present invention 
comprises three discrete segments: a heel formed of a dense 
metallic material; a toe formed of a dense metallic material; and 
a center segment formed of a non-metallic material. The 
25 non-metallic material of the center segment has a density 
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substantially less than the metallic materials comprising the 
heel or the toe. The heel, toe and center segment are joined 
together to- form a strike face which is used to contact the golf 
ball when the golf club is swung. The non-metallic material used 
5 in the center segment is homogenous substantially entirely along 
at least one plane perpendicular to the strike face of the golf 
club head. In other words, at least one depthwise traverse in 
the center segment from the front surface to the back surface of 
the club head would consist entirely of the non-metallic 
10 material . 

The present invention also provides a method for 
gy manufacturing a golf club head in accordance with the present 
:jg invention. The method of the invention includes the steps of 
Q forming the toe of the golf club head in a first forming 
lrja operation and forming the heel of the golf club head in a second 
p. forming operation. The heel and the toe are then placed in a 
£T molding die on opposite sides of a die chamber which is shaped to 

form a center segment of the club head. The center segment of 
M the club head is then formed by a plastic molding operation which 
2 0 introduces polymeric material into the die chamber. The 

resulting club head includes a center segment connecting the heel 
and the toe in a unitary club head structure. Various 
manufacturing processes are suitable for forming the heel and toe 
of the club head such as: powder metallurgy, which includes a hot 
25 or room temperature compaction operation with a high temperature 
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sintering procedure and is optionally followed by a forging or 
metal infiltration cycle, injection molding, investment casting, 
and machining. Plastic molding operations suitable for forming 
the center segment and connecting the heel and toe include resin 
transfer molding, injection molding, reaction injection molding, 
and compression molding. 

It is therefore an object of the present invention to 
provide a golf club head that combines a better feel and a head 
structure which limits the adverse effects of an off center 
ball/club impact while achieving manufacturing cost efficiencies 
not possible with other golf club head designs. 

It still another object of the present invention to provide 
a method of manufacturing a golf club head having a heel formed 
of a dense metallic material, a toe formed of a dense metallic 
material, and a center segment formed of a non-metallic material. 

Brief Description of the Drawings 

These and other features, aspects, objects, and advantages 
of the present invention will become better understood upon 
consideration of the following detailed description, appended 
claims and accompanying drawings where: 

Figure 1 is a front perspective view of a putter- type golf 
club head made in accordance with the present invention; 

Figure 2 is a rear perspective view of a putter-type golf 
club head made in accordance with the present invention; 



Figure 3 is an exploded view of the components of a 
putter-type golf club made in accordance with the present 
invention; 

Figure 3B is a sectional view taken along line 3-3 of Figure 
5 3 showing a cross-section of the center segment of a putter-type 
golf club made in accordance with the present invention; 

Figure 4 is a front view of an iron-type golf club head made 
in accordance with the present invention; 

Figure 5 is a front view of a wood-type golf club head made 
10 in accordance with the present invention; 

Figure 6 is an exploded view of a putter-type golf club head 
ffl made in accordance with the present invention wherein the center 
*0 segment is not shown, the view showing recessed areas on the 
p inner surface of the components; 

Ifi Figure 7 is an exploded view of the heel and toe components 

•4. 

of a putter-type golf club head made in accordance with the 
(2 present invention wherein the center segment is not shown, the 

view showing projections on the inner surface of the components; 
and 

20 Figure 8 is a perspective view of the bottom half of a 

molding die used in the method of the present invention. 

It should be understood that the drawings are not 
necessarily to scale and that the embodiments are sometimes 
illustrated by graphic symbols, phantom lines, diagrammatic 

25 representations and fragmentary views. In certain instances, 



- 8 - 



details which are not necessary for an understanding of the 
present invention or which render other details difficult to 
perceive may have been omitted. It should be understood, of 
course, that the invention is not necessarily limited to the 
5 particular embodiments illustrated herein. 

Like reference numerals will be used to refer to like or 
similar parts from Figure to Figure in the following description 
of the drawings. 

Description of the Preferred Embodiments 
10 The several embodiments of golf club heads described below 

have certain features in common, and the following description 
03 and claims employ common directional words relating to those 
€l features. The ball striking surface or "strike face" of the club 
O head, which is intended to hit the golf ball, is located on the 
Ip "front" of the club head. The terms "top" and "bottom" assume 
O that the club head is oriented as it would be if the golf club 
1^ were held by a golfer in an at rest position, i.e., the bottom of 

the club head would contact the ground when at rest. Those 
^ skilled in the art may also refer to the bottom of the club head 
20 as the "sole". The heel of the club head is located laterally 

opposite the toe of the club head. The heel portion of the club 
head would be nearest the golfer when the golfer holds the club 
in an at rest position. The term "depth" refers to a dimension 
extending from the front to the back of the golf club. 
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Referring now to Figures 1, 2, and 3, the numeral 2 0 
designates generally a putter-type club head which includes a 
body 21 and a hosel 22. The hosel is provided with a bore 23 for 
attaching the club head 20 to a conventional shaft. The body 
5 includes a heel 24 which joins with the hosel 22, a toe 25, a 
bottom surface 26, a top surface 27, a back surface 28, a 
generally planar strike face 29, and a center segment 30. One 
skilled in the art would realize that the putter 2 0 depicted in 
the Figures is a "blade" type putter. However, the present 
10 invention also applies to the commonly sold "mallet" type putters 
and to less conventional putter designs. 
SO The material of the central segment 3 0 is different than the 

Ct material of the heel 24 and toe 25. Specifically, the center 
□ segment 3 0 comprises a non-metallic material and the heel 24 and 
lip toe 25 each comprise a metallic material. In the Figures, cross 
Q hatching is used to depict the metallic materials and dashed 
iij lines are used to depict the non-metallic materials. The 
5? metallic material used in the heel and toe may be the same or 
^ different depending on the hitting characteristics desired. As 
2 0 used throughout the specification and claims, the term "metallic 
material" refers to an engineering material that includes at 
least one metal. Therefore, an organic material having metal 
would be considered a metallic material. In most cases, the non- 
metallic material of the center segment 30 will be softer than 
25 the metallic material of the heel 24 and toe 25. The center 
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segment 3 0 will thereby cushion and absorb the impact with the 
ball. 

In specific embodiments of the invention, the center segment 
3 0 comprises an elastomer. Preferably, the elastomer is a 
thermoplastic elastomer selected from the group consisting of 
styrene co-polymers, co-polyesters, polyurethanes, polyamides, 
olefins and vulcanates. Most preferably, the elastomer is a 
thermoplastic polyurethane . The specific non-metallic material 
selected should have a minimum durometer hardness of Shore D 50 
as it is understood that the United States Golf Association 
requires this minimum hardness in the strike face of a golf club 
head. Inorganic fillers may also be added to the elastomer to 
enable one to achieve any combination of properties desired in 
the center segment. Suitable inorganic fillers include: glass ; 
silicates; calcium carbonate; silica; metal oxides such as 
aluminum oxide, titanium dioxide, and zinc oxide; carbon black; 
and metal powders. 

The heel 24 and toe 25 preferably each comprise a metallic 
material including at least two metals. The metallic materials 
should each have a final alloy density of at least 7 grams per 
cubic centimeter. In a more preferred version of the invention, 
the metallic materials each have a final alloy density of 7 to 13 
grams per cubic centimeter. In a still more preferred version of 
the invention, the metallic materials each have a final alloy 
density of 9 to 11 grams per cubic centimeter. In a most 



preferred version of the invention, the metallic materials each 
have a final alloy density of approximately 10 grams per cubic 
centimeter. 

The heel 24 and toe 25 may also each comprise a metallic 
material wherein a first metal is dispersed in a second metal. 
The dispersion of the first metal in the second metal is 
advantageously achieved by powder metallurgy techniques wherein a 
powder of the first metal is blended with a powder of a second 
metal and the resulting powder metal blend is compacted and 
sintered at temperatures below the melting point of both metals. 
The first metal should have a higher density than the second 
metal. The addition of a high density first metal to a lower 
density second metal allows the final alloy density of the 
metallic material of the heel 24 and the toe 25 to be increased 
in precision increments. In specific embodiments of the 
invention, the first metal has a density of at least 10 grams per 
cubic centimeter, and the second metal is selected from the group 
consisting of iron based alloys, nickel based alloys, and copper 
based alloys. Specific examples of a suitable first metal 
include tungsten, tantalum, niobium, and molybdenum. In one 
embodiment of the invention, the metallic material has a final 
alloy density of at least 10 grams per cubic centimeter and the 
metallic material has a final alloy density at least 8 times 
greater than the density of the non-metallic material. 
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The non-metallic materials used in forming the center 
segment 3 0 produce a final product wherein the non-metallic 
material has a substantially homogeneous composition. In 
addition, the non-metallic material comprising the center segment 
3 0 of the club head is homogenous substantially entirely along at 
least one plane perpendicular to the strike face 2 9 as shown in 
Figure 3B. 

Figure 4 illustrates an iron- type club head 4 0 which is made 
in accordance with the invention. As can be seen from Figure 4, 
the iron- type club head 4 0 has identical features as the putter- 
type golf club head 20 so reference can be to the description of 
the putter-type golf club head above. Similarly, Figure 5 
illustrates a wood-type club head 50 which is made in accordance 
with the invention and has identical features as the putter-type 
golf club 20. Therefore, reference can be made to the above 
description of the putter- type golf club head 2 0 for a 
description of the features of the wood-type golf club head 50. 

A golf club head according to the present invention can be 
made in accordance with the method of the present invention. In 
one version of the method of the present invention, suitable 
molds are prepared in the shape of the components of the golf 
club head. Specifically, a first mold is prepared which has the 
shape of the toe 25 of the golf club head and a second mold is 
prepared having the shape of the heel 24 of the golf club head. 
These molds may be prepared using techniques and materials known 
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to those skilled in the powder metallurgy art. After the molds 
have been prepared, each mold is filled with a powdered metallic 
material. Preferably, the same powdered metallic material is 
used in the first mold and the second mold. However, different 
powdered metallic materials could be used in the first mold and 
second mold. 

After the powdered metallic materials have been placed in 
the first and second mold, the powdered metallic materials may be 
processed into the heel and toe portion of the golf club head by 
various powder metallurgy techniques. Specifically, more complex 
heel and toe designs can be most efficiently produced using cold 
isostatic pressing and pressureless sintering, whereas less 
complex heel and toe designs are best produced using hot die 
compaction, which is also referred to as hot pressing or pressure 
sintering. A combination of cold die compaction and pressureless 
sintering may also be used to produce the heel and toe. 

In a powder metallurgy process employing cold isostatic 
pressing and pressureless sintering, the first and second molds 
which contain the powdered metallic material are compressed at a 
pressure sufficient to form a green compact of the metallic 
material in the mold. Typically, pressure is applied equally to 
the powder from all sides. Preferably, the isostatic pressing 
takes place at ambient temperatures and the molds are made of 
elastomeric materials. After the pressing step, the green 
compact is removed from the mold and the part may be trimmed if 
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necessary to achieve the desired shape. Preferably, minimal 
finishing of the green compact is necessary. After the green 
compact has been suitably trimmed, if necessary, it is then 
heated at an elevated temperature to achieve densif ication of the 
metallic materials in the green compact through a sintering 
process. The particular temperature utilized in this step of the 
process will vary depending on the metallic materials used in the 
mold. The powdered metal heel and toe sections of the golf club 
head of the present invention are best produced by solid state 
sintering. This process requires that the green compacts be held 
at a very high temperature just below the melting point of the 
metallic materials. The sintering step of the process is 
generally performed without the introduction of pressure into the 
heating chamber. 

In a powder metallurgy process employing cold die compaction 
and pressureless sintering, the powdered metallic materials in 
the first and second molds are compressed at a pressure 
sufficient to form a green compact of the metallic material in 
the mold. Generally, pressing takes place at ambient 
temperatures. After the pressing step, the green compact is 
removed from the mold and is then heated at an elevated 
temperature to achieve densif ication of the metallic materials in 
the green compact through a sintering process. The sintering 
step of the process is generally performed without the 
introduction of pressure into the heating chamber. Room 
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temperature die compaction and pressureless sintering are usually 
performed when the metal powders are more easily compacted. 

In a powder metallurgy process employing hot die compaction, 
the first and second molds which contain the powdered metallic 
materials are placed in a furnace and pressure and temperature 
are simultaneously applied to the metallic materials to achieve 
densif ication of the metallic materials in the mold. The 
particular temperature and pressure used in the hot die 
compaction step of the process varies depending on the metallic 
materials used in the mold. The hot pressing is typically 
conducted at approximately half the absolute melting temperature 
of the powder metallic material, which is usually a lower 
temperature than is used in the pressureless sintering process. 

After the sintered heel and the sintered toe of the golf 
club heads are produced in either the pressureless sintering or 
hot pressing process, they are allowed to cool and then are 
removed from the heating chamber. Preferably, the sintering 
process produces a near net shape heel and toe portion of the 
club head. The sintered heel and sintered toe are then placed in 
a molding die on opposite sides of a die chamber as shown in 
Figure 8. The die chamber 60 in the molding die 55 is shaped in 
the form of the center segment 3 0 of the golf club head 2 0 of the 
present invention. The molding die 55 is shown in Figure 8 with 
the sintered toe and sintered heel installed in the die chamber 
60 on the left portion of the molding die 55. The right portion 



of the molding die 55 in Figure 8 shows the die chamber 60 
without the sintered toe and sintered heel installed in the die. 
It can be seen that the molding die 55 holds the sintered heel 
and the sintered toe in facing relationship on opposite sides of 
5 the die chamber 60. 

Various plastic molding operations for introducing polymeric 
material into the die chamber and forming the center segment of 
the club head can be used in the method of the present invention. 
Four types of plastic molding operations would be particularly 
10 advantageous when employed in the method of the present 
invention. 

First, resin transfer molding, wherein a polymeric material 
tfl is injected into a closed mold at low pressure, would be suitable 
O for forming the center segment of the club head. The low 
m pressures used in resin transfer molding permit the use of molds 
p that can contribute to a cost effective process. Resin transfer 
p ; molding would be an excellent process choice for low to moderate 
production runs. 

Second, injection molding, the most widely used plastic 
2 0 molding operation, would be beneficial in the method of the 

present invention. Injection molding techniques have now evolved 
to the point where extremely complex shapes can be molded in cost 
effective operations . 

Third, reaction injection molding, wherein two or more 
25 liquid materials are mixed under high pressure and the resulting 
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mixture is then injected into a mold at lower pressures where the 
material reaction is completed, would be suitable in the method 
of the present invention. The molds used in reaction injection 
molding can contribute to a cost effective process especially 
when reaction injection molding is used in low to medium 
production runs. 

Fourth, compression molding, wherein a polymeric material is 
placed in a heated mold, the mold is closed, and compression 
pressure and heat are applied to the mold to shape a product, 
would be beneficial in the method of the present invention. This 
process offers economies at high volumes and would be beneficial 
for large production runs. 

After the polymeric material has been introduced into the 
die chamber, the center segment 3 0 of the golf club head 20 of 
the present invention is formed. Because the sintered heel and 
the sintered toe are arranged in facing relationship on opposite 
sides of the die chamber 60 as shown in Figure 8, the polymeric 
material bonds to an inner surface 75 of the sintered heel and an 
inner surface 70 of the sintered toe when the polymeric material 
is introduced into the die chamber 60. After the plastic molding 
operation is complete, the center segment 3 0 connects the 
sintered heel and the sintered toe in a unitary club head 
structure. Upon removal of the club head from the molding die, 
any minor flashing or gate marks on the center segment 3 0 of the 
golf club head 20 may be removed. In addition, the strike face 
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29 of the golf club head 20 may be milled to achieve a more 
pleasing aesthetic appearance. The resulting golf club head 20 
has a high density heel 24, a lower density center segment 3 0 and 
a high density toe 25, 

Various modifications to the method of the present invention 
may be made in order to improve the performance characteristics 
of the resulting golf club head. For instance, process variances 
that increase the metal/non-metal bond area and provide 
mechanical support to the joints between the center segment 3 0 
and the toe 25 and between the center segment 3 0 and the heel 24 
are available. In a first process variant, the toe and the heel 
are formed so that a projection is developed on the inner surface 
70 of the toe and the inner surface 75 of the heel that are 
bonded to the polymeric material in the center segment of the 
club head. One version of these projections is shown in Figure 

7. In Figure 7, it can be seen that an L-shaped projection 71 is 
formed on the inner surface 70 of toe 25 and an L-shaped 
projection 76 is formed on the inner surface 75 of heel 24. When 
the toe and heel are placed in the molding die as shown in Figure 

8, both of the projections 71, 76 are arranged so as to contact 
the polymeric material when the polymeric material is introduced 
into the die chamber of the molding die. In this manner, the 
solidified polymeric material which comprises the center segment 
of the club head surrounds the projections in the toe and heel, 
providing increased metal/polymeric material bond area. The 
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arrangement of the projections of the toe and heel in the 
polymeric material provides the club head with increased 
resistance to shear stresses at both the first border between the 
center segment and the toe and the second border between the 
center segment and the heel of the club head. However, even if 
projections are formed on the inner surfaces of the heel and toe 
portions, the non-metallic material of the center segment will, 
along at least one plane perpendicular to the strike face of the 
club head, extend depthwise from the strike face of the club head 
to the back surface of the club head. 

In a second process variant, the toe and heel are formed so 
that a recessed area or undercut is developed in the inner 
surface of the toe and the inner surface of the heel. One 
version of these recessed areas is shown in Figure 6, where it 
can be seen that a recessed area or undercut 72 is formed in the 
inner surface 70 of the toe 25. A similar recessed area or 
undercut 77 is formed in the inner surface 75 of heel 24. When 
the toe and heel are placed in the molding die as shown in Figure 
8, the undercuts 72, 77 are arranged facing the die chamber so 
that the polymeric material may flow into the undercuts 72, 77 in 
the toe and heel when the polymeric material is introduced into 
the die chamber. This arrangement of the heel, toe and center 
segment of the club head provides increased metal/polymeric 
material bond area and increases the resistance of the club head 
to the shear stresses that may develop at both the first border 
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between the center segment and the toe and the second border 
between the center segment and the heel of the club head. 

In still another process variant of the method of the 
present invention, the inner surface 70 of the toe and the inner 
5 surface 75 of the heel are coated with a bonding agent before 

being placed in the molding die. The toe and the heel are then 
arranged in the molding die with the coated surfaces in facing 
relationship on opposed sides of the die chamber so that the 
coated surfaces contact the polymeric material when the polymeric 
10 material is introduced into the die chamber. The resulting bond 

between the polymeric material and the metallic materials is of 
K enhanced strength. This enhanced bond resists the effects of 
i8 shear stresses at both the first border between the center 
yi segment and the toe and the second border between the center 

segment and heel of the club head when the club head is contacted 
□ by an object. 

fl In a process variant of the method of the present invention . 

S which employs pressureless sintering, at least one metallic 
^ member, such as a stainless steel pin or dowel, is inserted into 

2 0 a surface of each of the green compacts before the green compacts 
are heated at an elevated temperature. At least a portion of the 
metallic member is left protruding from the surface of the green 
compacts. When the green compacts are heated at an elevated 
temperature, the metallic member is diffusion bonded to the 

25 metallic material in the green compact. In this process variant, 
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a projection, consisting of the portion of the metallic member 
protruding from the surface of the green compact, is developed in 
a surface of the sintered toe and in a surface of the sintered 
heel. The sintered toe and the sintered heel are then placed in 
5 the molding die so that both of the projections contact the 

polymeric material when the polymeric material is introduced into 
the die chamber. In this manner, the solidified polymeric 
material, which comprises the center segment of the club head, 
surrounds the projections in the sintered toe and sintered heel, 
10 providing increased metal/polymeric material bond area. The 

arrangement of the projections of the sintered toe and sintered 
|E heel in the polymeric material provides the club head with 
\0 increased resistance to shear stresses at both the first border 
O between the center segment and the toe and the second border 
13 between the center segment and the heel of the club head, 
i^i In still another process variant of the method of the 

^ present invention which employs isostatic pressuring and 
J! pressureless sintering, the second mold having the shape of the 
heel is formed so that a bore is developed in the green compact 
20 of the heel after compressing. A third mold having the shape of 
a hosel of the golf club head is then prepared and filled with a 
third powdered metallic material. The powdered metallic material 
in the third mold is then compressed at a pressure sufficient to 
form a green compact of the powdered metallic material. The 
25 green compact is then removed from the third mold. An end of the 
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green compact having the shape of the hosel is then inserted into 
the bore of the green compact formed in the shape of the heel of 
the club head. The heel and hosel compacts fit together snugly 
so that the alignment of the heel and hosel may be maintained 
5 during subsequent processing. The combined heel and hosel 

compacts are then be heated at an elevated temperature to form a 
sintered heel that includes an integral hosel. The third 
powdered metallic material used in this version of the method of 
the invention may be identical to or different from the first and 
10 second powdered metallic materials. 

In a further process variant, an effective amount of a 
fi colorant may be added to the polymeric material before molding so 
O that the heel and the toe of the golf club head have a different 
O color than the center segment of the golf club head, 
lip Alternatively, the surfaces of the toe and the surfaces of the 
p heel may be treated so that the heel and the toe of the golf club 
y, head have a different color than the center segment of the golf 
club head. It is believed that contrasting colors in the heel, 
toe, and center segment of the club head provide for a pleasing 
20 aesthetic appearance. 

Various surface treatments may be used to color the toe and 
heel portion. Suitable surface treatments may include: organic 
coatings, such as paint or preferably an enamel or acrylic 
electrocoating; conversion coatings such as zinc phosphate, 
25 manganese phosphate or black oxide; or electroplating such as a 
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zinc, nickel or chromium plating with a dark color dichromate 
finish, e.g., zinc plating with a black dichromate. 

In another process variant of the method of the invention, 
the appearance of the ball striking surface of the club head is 
5 enhanced by milling the ball striking surface. In the process 
variant wherein a surface treatment step is included in the 
method of the invention, the milling step would generally have to 
be performed before any surface treatment as milling the ball 
striking surface may remove the coating on the heel or toe. 
10 Suitable materials to be used in the method of the present 

^ invention have been referenced above in the description of the 
m club head of the present invention. Namely, the polymeric 
4J material used in the injection molding process step may be an 
P elastomer, and preferably, the elastomer is a thermoplastic 
Hip elastomer selected from the group consisting of styrene 
p co-polymers, co-polyesters, polyurethanes, polyamides, olefins, 
^ and vulcanates. Most preferably, the polymeric material is a 
*Sjj thermoplastic polyurethane . Inorganic fillers may also be added 
" to the elastomer to enable one to achieve any combination of 
20 properties desired in the center segment. Suitable inorganic 
fillers include: glass; silicates; calcium carbonate; silica; 
metal oxides such as aluminum oxide; titanium dioxide; zinc 
oxide; carbon black; and metal powders. 

The powdered metallic material used in the molding, 
25 compaction and sintering processes may preferably comprise a 
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metallic material including at least two metals. Upon completion 
of the sintering step of the method, it is preferred that the 
metallic materials in the sintered heel and sintered toe each 
have a final alloy density of at least 7 grams per cubic 
5 centimeter. In a more preferred version of the invention, the 
metallic materials in the sintered heel and sintered toe have a 
final alloy density of 7 to 13 grams per cubic centimeter. In a 
still more preferred version of the invention, the metallic 
materials in the sintered heel and sintered toe have a final 
10 alloy density of 9 to 11 grams per cubic centimeter. In a most 
_ preferred version of the invention, the metallic materials in the 
§8 sintered heel and sintered toe have a final alloy density of 
Cf approximately 10 grams per cubic centimeter. In addition, it is 
□ preferred that the density of the sintered heel and the density 
lp of the sintered toe be at least 8 times greater than the density 
p of the center segment . 

^ The powdered metallic materials may also include a first 

% powdered metal dispersed in a second powdered metal wherein the 
^ first metal has a higher density than the second metal. 
20 Preferably, the first powdered metal has a density of at least 10 
grams per cubic centimeter, and the second powdered metal is 
selected from the group consisting of iron based alloys, nickel 
based alloys, and copper based alloys. Specific examples of a 
suitable first metal include tungsten, tantalum, niobium and 
2 5 molybdenum . 
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Various alternative manufacturing methods are also suitable 
for forming the heel and toe section of the club head. For 
instance, the heel and toe of the club head may be formed using 
investment casting techniques wherein a wax model of the heel and 
5 toe are made in a metal mold, several of the wax models are 

attached to a central member to form a "tree", the tree is dipped 
in a ceramic slurry thus building up a coating or "investment", 
and the assembly is heated in an oven, thus melting out the wax 
and leaving a cavity which is then used as a mold for liquid 
10 metal. The liquid metal is poured into the mold and allowed to 

cool to produce a heel or toe. High density commercially 
05 available alloys are suitable for melting and pouring into the 
il investment casting molds. Preferably, the liquid metal used in 
□ the investment casting process is produced by melting a metallic 
Hip bar which has been formed by powder metallurgy techniques. In 
p this version of the investment casting process, powder metallurgy 
^ techniques can be used to produce a metallic bar having a density 
S higher than commercially available alloys. Accordingly, when the 
% liquid metal produced by melting the metallic bar solidifies in 
20 the mold, it will produce parts having a higher final density 
than parts produced from commercially available alloys. After 
the heel and toe are produced using investment casting 
techniques, they are connected in a unitary club structure using 
the plastic molding operations described above. 
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The heel and toe of the club head may also be formed using 
machining techniques wherein the toe and heel of the golf club 
head are machined from a solid piece of a metallic material such 
as a commercially available alloy. The heel and toe are then 
connected in a unitary club structure using the plastic molding 
operations described above. 

In another alternative version of the method of the 
invention, the heel and toe of the club head may be formed using 
injection molding techniques wherein a fluid mixture including a 
polymeric material and a metallic material is injected into a 
first die chamber shaped to form the toe and a second die chamber 
shaped to form the heel. The first and second die chambers are 
then cooled to form the heel and toe, which are connected in a 
unitary club structure using the plastic molding operations 
described above. 

Thus, it is seen that an improved golf club head and method 
of manufacture thereof is provided. It can be seen that the golf 
club heads of the present invention have desirable heel -toe 
weighting characteristics. Specifically, a high inertia design is 
achieved by placing high-density metals in the toe and heel as 
far from the center segment of the golf club as is possible. The 
center segment of the club is made with lower density materials. 
A high inertia design is desired to prevent the golf club from 
twisting when striking a golf ball on other than the "sweet spot" 
or center of gravity of the club. 



In addition, the method of the present invention provides 
significant cost savings over other processes used to produce 
high performance golf clubs. The use of advanced powder 
metallurgy techniques allows for the production of near net shape 
heel and toe sections of the club head. This results in the 
elimination of hand finishing processes. The powder metallurgy 
techniques also allow the density of the heel and toe to be 
precisely controlled and altered by changing the ratio of heavy 
and light metals in the powder metal blend. The use of plastic 
molding techniques to produce the center segment of the club head 
also reduces manufacturing costs. Furthermore, the elimination 
of many of the manufacturing steps also decreases the lead time 
for production of the golf club head of the present invention. 

Although the present invention has been described in 
considerable detail with reference to certain preferred 
embodiments, one skilled in the art will appreciate that the 
present invention can be practiced by other than the preferred 
embodiments, which have been presented for purposes of 
illustration and not of limitation. Therefore, the spirit and 
scope of the appended claims should not be limited to the 
description of the preferred embodiments contained herein. 
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WHAT IS CLAIMED IS: 

1. A golf club head comprising: 

three discrete segments including a heel being formed of a 
first dense metallic material, a toe being formed of a second 
dense metallic material, and a center segment being formed of a 
non-metallic material having a density substantially less than 
the metallic materials comprising said heel or said toe, said 
heel, toe and center segment being joined together; and 

a strike face extending across one side of said heel, toe, 
and center segment, said non-metallic material comprising said 
center segment being homogenous substantially entirely along at 
least one plane perpendicular to said strike face. 

2. The golf club head of claim 1 wherein the non-metallic 
material has a homogeneous composition. 

3 . The golf club head of claim 2 wherein the first and 
second metallic materials each comprise at least two metals, and 
the first and second metallic materials each have a final alloy 
density of at least 7 grams per cubic centimeter. 

4 . The golf club head of claim 3 wherein the first and 
second metallic materials each have a final alloy density of 7 to 
13 grams per cubic centimeter. 

5. The golf club head of claim 4 wherein the first and 
second metallic materials each have a final alloy density of 9 to 
11 grams per cubic centimeter . 
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6 . The golf club head of claim 5 wherein the first and 
second metallic materials each have a final alloy density of 
approximately 10 grams per cubic centimeter. 

7. The golf club head of claim 3 wherein the first and 
second metallic materials each comprise a first metal dispersed 
in a matrix of a second metal, the first metal having a higher 
density than the second metal. 

8. The golf club head of claim 7 wherein the first metal 
has a density of at least 10 grams per cubic centimeter, and the 
second metal is selected from the group consisting of iron based 
alloys, nickel based alloys, and copper based alloys. 

9. The golf club head of claim 1 wherein the non-metallic 
material is an elastomer. 

10. The golf club head of claim 9 wherein the elastomer 
is a thermoplastic elastomer selected from the group consisting 
of styrene co-polymers, co-polyesters, polyurethanes, polyamides, 
olefins and vulcanates. 

11. The golf club head of claim 10 wherein the elastomer 
is a polyurethane . 

12. The golf club head of claim 1 wherein the club head is 
selected from the group consisting of iron- type club heads, 
wood-type club heads and putter-type club heads. 

13. A golf club head comprising: 

three discrete segments including a heel being formed of a 
first dense metallic material, a toe being formed of a second 
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dense metallic material, and a center segment being formed of a 
non-metallic material having a density substantially less than 
the metallic materials comprising said heel or said toe, said 
heel, toe and center segment being joined together; and 

a strike face extending across one side of said heel, toe, 
and center segment; 

said non-metallic material comprising said center segment 
being homogenous substantially entirely along at least one plane 
perpendicular to said strike face, 

wherein the first and second metallic materials each 
comprise at least two metals, and the first and second metallic 
materials each have a final alloy density of at least 7 grams per 
cubic centimeter . 

14. The golf club head of claim 13 wherein the first and 
second metallic materials each have a final alloy density of 7 to 
13 grams per cubic centimeter. 

15. The golf club head of claim 14 wherein the first and 
second metallic materials each have a final alloy density of 9 to 
11 grams per cubic centimeter. 

16. The golf club head of claim 15 wherein the first and 
second metallic materials each have a final alloy density of 
approximately 10 grams per cubic centimeter. 

17. The golf club head of claim 13 wherein the first and 
second metallic materials each comprise a first metal dispersed 
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in a matrix of a second metal, the first metal having a higher 
density than the second metal. 

18. The golf club head of claim 17 wherein the first metal 
has a density of at least 10 grams per cubic centimeter, and the 
second metal is selected from the group consisting of iron based 
alloys, nickel based alloys, and copper based alloys. 

19. The golf club head of claim 13 wherein the 
non-metallic material is an elastomer. 

20. The golf club head of claim 19 wherein the elastomer 
is a thermoplastic elastomer selected from the group consisting 
of styrene co-polymers, co-polyesters, polyurethanes, polyamides, 
olefins and vulcanates. 

21. The golf club head of claim 20 wherein the elastomer 
is a polyurethane . 

22. The golf club head of claim 13 wherein the club head is 
selected from the group consisting of iron- type club heads, 
wood-type club heads and putter-type club heads. 

23. A method of making a golf club head having a heel, a 
toe, and a center segment connecting the heel and the toe, the 
method comprising the steps of: 

forming the toe of the golf club head from metallic material 
in a first forming operation; 

forming the heel of the golf club head from metallic 
material in a second forming operation; 
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placing the heel and the toe in a molding die on opposite 
sides of a die chamber, the die chamber being shaped to form the 
center segment of the club head; and 

forming the center segment of the club head by a plastic 
molding operation which introduces polymeric material into the 
die chamber whereby the center segment connects the heel and the 
toe in a unitary club head structure. 

24. The method of claim 23 wherein the first and second 
forming operation are selected from the group consisting of cold 
isostatic pressing and pressureless sintering, room temperature 
die compaction and pressureless sintering, hot die compaction, 
w injection molding, investment casting, and machining, 
ffl 25. The method of claim 24 wherein: 

p at least one connecting surface formation is formed on a 

rfl surface of the heel or toe in the first and second forming 
□ operations , and 

i2 the toe and the heel are placed in the molding die so that 

at least one connecting surface formation contacts the polymeric 

^ material when the polymeric material is introduced into the die 
chamber . 

26. The method of claim 25 wherein: 

the toe is formed so that a projection is developed in a 
surface of the toe, 

the heel is formed so that a projection is developed in a 
surface of the heel, and 
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the toe and the heel are placed in the molding die so that 
both of the projections contact the polymeric material when the 
polymeric material is introduced into the die chamber. 

27. The method of claim 25 wherein: 

the toe is formed so that a recessed area is developed in a 
surface of the toe , 

the heel is formed so that a recessed area is developed in a 
surface of the heel, and 

the toe and the heel are placed in the molding die so that 
both of the recessed areas contact the polymeric material when 
the polymeric material is introduced into the die chamber. 

28. The method of claim 24 further comprising the step of; 
coating at least one surface of the toe or heel with a 

bonding agent, 

wherein the toe and the heel are placed in the molding die 
so that at least one surface coated with the bonding agent 
contacts the polymeric material when the polymeric material is 
introduced into the die chamber. 

29. The method of claim 23 wherein the non-metallic 
material is an elastomer. 

30. The method of claim 2 9 wherein the elastomer is a 
thermoplastic elastomer selected from the group consisting of 
styrene co-polymers, co-polyesters, polyurethanes, polyamides, 
olefins and vulcanates. 
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31. The method of claim 3 0 wherein the elastomer is a 
polyurethane . 

32. The method of claim 24 wherein the plastic molding 
operation is selected from the group consisting of resin transfer 
molding, injection molding, reaction injection molding, and 
compression molding. 

33. The method of claim 24 wherein: 

the step of forming the toe of the golf club head comprises 
filling a first mold having the shape of the toe of the golf club 
head with a first powdered metallic material, compressing the 
first powdered metallic material in the first mold at a pressure 
sufficient to form a green compact of the first powdered metallic 
material, removing the green compact from the first mold, and 
heating the green compact to an elevated temperature sufficient 
to form a sintered toe; and 

the step of forming the heel of the golf club head comprises 
filling a second mold having the shape of the heel of the golf 
club head with a second powdered metallic material, compressing 
the second powdered metallic material in the second mold at a 
pressure sufficient to form a green compact of the second 
powdered metallic material, removing the green compact from the 
second mold, and heating the green compact to an elevated 
temperature sufficient to form a sintered heel. 

34. The method of claim 33 further comprising the steps 

of: 
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inserting at least one metallic member into each of the 
green compacts before the green compacts are heated at an 
elevated temperature so that a projection is developed in a 
surface of the sintered toe and a projection is developed in a 
surface of the sintered heel, 

wherein the sintered toe and the sintered heel are placed in 
the molding die so that both of the projections contact the 
polymeric material when the polymeric material is introduced into 
the die chamber. 

35. The method of claim 33 wherein the first mold and the 
second mold are formed from elastomers. 

36. The method of claim 33 wherein the step of compressing 
the powdered metallic material in the molds is performed by cold 
isostatic pressing and the step of heating the green compacts is 
performed without the addition of pressure. 

37. The method of claim 33 wherein the sintered heel and 
the sintered toe formed from the step of heating the green 
compacts to an elevated temperature are near net shape. 

38. The method of claim 33 wherein the powdered metallic 
materials each comprise at least two metals, and the sintered toe 
and sintered heel each have a density of at least 7 grams per 
cubic centimeter. 

39. The method of claim 38 wherein the sintered toe and 
sintered heel each have a density of 7 to 13 grams per cubic 
centimeter. 
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40. The method of claim 33 wherein the first and the 
second powdered metallic materials each comprise a first metal 
dispersed in a second metal, the first metal having a higher 
density than the second metal. 

41. The method of claim 40 wherein the first metal has a 
density of at least 10 grams per cubic centimeter, and the second 
metal is selected from the group consisting of iron based alloys, 
nickel based alloys, and copper based alloys. 

42. The method of claim 33 further comprising the steps 

of: 

forming the second mold so that a bore is developed in the 
green compact after compressing; 

filling a third mold having the shape of a hosel of the golf 
club head with a third powdered metallic material; 

compressing the powdered metallic material in the third mold 
at a pressure sufficient to form a green compact of the powdered 
metallic material; 

removing the green compact from the third mold; and 

inserting an end of the green compact formed in the third 
mold into the bore of the green compact formed in the second mold 
whereby the sintered heel formed when the green compacts are 
heated at an elevated temperature includes an integral hosel. 

43. The method of claim 24 wherein: 

the step of forming the toe of the golf club head comprises 
filling a first mold having the shape of the toe of the golf club 
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head with a first powdered metallic material and applying 
pressure and heat simultaneously to the first powdered metallic 
material to form a sintered toe; and 

the step of forming the heel of the golf club head comprises 
filling a second mold having the shape of the heel of the golf 
club head with a second powdered metallic material and applying 
pressure and heat simultaneously to the second powdered metallic 
material to form a sintered heel. 

44. The method of claim 43 wherein the sintered heel and 
the sintered toe are near net shape. 

45. The method of claim 43 wherein the powdered metallic 
materials each comprise at least two metals, and the sintered toe 
and sintered heel each have a density of at least 7 grams per 
cubic centimeter. 

46. The method of claim 45 wherein the sintered toe and 
sintered heel each have a density of 7 to 13 grams per cubic 
centimeter. 

47. The method of claim 43 wherein the first and the 
second powdered metallic materials each comprise a first metal 
dispersed in a second metal, the first metal having a higher 
density than the second metal. 

48. The method of claim 47 wherein the first metal has a 
density of at least 10 grams per cubic centimeter, and the second 
metal is selected from the group consisting of iron based alloys, 
nickel based alloys, and copper based alloys. 



- 38 - 



49. The method of claim 24 wherein: 

the step of forming the toe of the golf club head comprises 
filling a first mold having the shape of the toe of the golf club 
head with a first liquid metallic material and allowing the first 
liquid metallic material to cool to form the toe; and 

the step of forming the heel of the golf club head comprises 
filling a second mold having the shape of the heel of the golf 
club head with a second liquid metallic material and allowing the 
second liquid metallic material to cool to form a heel. 

50. The method of claim 49 wherein: 

the liquid metallic materials are formed by melting a bar of 
metallic material, the bar being formed by powder metallurgy 
techniques . 

51. The method of claim 24 wherein: 

the step of forming the toe of the golf club head comprises 
machining a solid piece of a metallic material to form the toe; 
and 

the step of forming the heel of the golf club head comprises 
machining a solid piece of a metallic material to form a heel. 

52. The method of claim 24 wherein: 

the step of forming the toe of the golf club head comprises 
injecting a fluid mixture including a polymeric material and a 
metallic material into a first die chamber shaped to form the 
toe; and 
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the step of forming the heel of the golf club head comprises 
injecting a fluid mixture including a polymeric material and a 
metallic material into a second die chamber shaped to form the 
heel; and 

the first and second die chambers are cooled to thereby form 
the heel and toe. 
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ABSTRACT OF THE DISCLOSURE 
A multiple density golf club head including a heel formed of 
a dense metallic material, a toe formed of a dense metallic 
material and a center segment formed of a non-metallic material 
is provided. The non-metallic material of the center segment has 
a density substantially less than the metallic material 
comprising the heel or the toe. The materials in the heel, toe 
and center segment extend for the entire depth of the club head. 
The positioning of the higher density regions at the heel and toe 
of the golf club provides for desirable heel-toe weighting 
characteristics. Also disclosed is a method for manufacturing a 
golf club head in accordance with the present invention. The 
method incorporates various manufacturing techniques into a cost 
effective process for manufacturing the club head of the present 
invention. 
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Poway , California 92064 

Full Name of Second Joinfc Iny en tor,: Thomas C. MorrisD ate: 3C Ju*e Jf9? 

Inventor' s Signature i *SlJU^ ( „ <_^A t> — ^ Citizenship: n. fl . a . 

Residence and Post Office Aciciressi 1718 Catalpa Road 

Q Carlsbad, California 92009 



Hill Name of Third Joint Inventor: Vikash Sanyal D ate: 3a^^ \^\r\ 

inventor ' s S igna tur e : V >PN> — Ci t i zenship : U.S.A. 

Residence and Post Of f ice JroLdress: 2273 Rock Crest Glen 

O Escondido, California 92026 



Fart B: prior FOREIGN APPLICATION (S) : 

^n/a 

^Serial No.) (Country) (Day/Month/Year Filed) 

I^n/a , 

'-{Serial No.) (Country) (Day/Month/Year Filed) 

•ji/a 

fSerial No.) (Country) (Day/Month/Year Filed) 



Priority Claimed 

Yes ( ) No ( ) 
Priority Claimed 
Yes ( ) No ( ) 
Priority Claimed 

Yes ( ) No ( ) 



PART C: CLAIM FOR BENEFIT OF FILING DATE OF EARLIER U.S. APPLICATION: 

n/a 

(Serial No.) (Day /Month/ Year Filed) (Status: Patented, pending, aband) 

n/a 

(Serial No.) (Day/Month/Year Filed) (Status: Patented, pending, aband) 
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PATENT APPLICATION DECLARATION AND POWER OF ATTORNEY 

(page one of two) 

I HEREBY DECLARE THAT: 

My residence and citizenship are as stated next to my name in PART A on page 
two hereof . 

I believe I am the original, first and sole inventor (if one name is listed 
below) or one of the original, first and joint inventors of the subject 
matter (if plural names are listed below) which is claimed and for which a 
patent is sought on the invention entitled MULTIPLE DENSITY GOLF CLUB HEAD 
AND METHOD OF MANUFACTURING THE SAME, the specification of which is attached 
hereto . 

1 hereby state that I have reviewed and understand the contents of the above - 
identified specification, including the Claims, as amended by any amendment 
referred to above. 

1 acknowledge the duty to disclose information which is material to the 
examination of this application in accordance with Title 37, Code of the 
Federal Regulations, §1. 56(a). 

OS hereby claim foreign priority benefits under Title 35, United States Code, 
i;119 of any foreign application (s) for patent or inventor's certificate 
fisted in PART B on page two hereof, and have also identified inventor's 
certificate having a filing date before that of the application on which 
priority is claimed . 

ft hereby claim the benefit under Title 35, United States Code, §120 of any 
Jjnited States application (s) , listed in PART C on page two hereof and, 
ripsofar as the subject matter of each of the Claims of this application is 
ptot disclosed in the prior United States application in the manner provided 
|fy the first paragraph of Title 35, United States Code, §112, I acknowledge 
:tjie duty to disclose material information as defined in Title 37, Code of 
federal Regulations, §1.56 (a), which occurred between the filing date of the 
'pxior application and the national or PCT international filing date of this 
application. 

I hereby declare that all statements made herein of my knowledge are true and 
that all statements made on information and belief are believed to be true; 
and further, that these statements were made with the knowledge that willful 
false statements and the like so made are punishable by fine or imprisonment, 
or both, under §1001 of Title 18 of the United States Code, and that such 
willful false statements may jeopardize the validity of the application or 
any patent issued thereon. 

I hereby appoint the following as my attorney (s) or agent (s) with full power 
of substitution to prosecute this application and transact all business in 
the United States Patent and Trademark Office connected herewith: 

Philip J. Zadeik (Reg. No. 31,444); David I. Roche (Reg. No. 30,797) and 
Richard T. Roche (Reg. No. 38,599); of BAKER & McKENZIE, Chicago, Illinois. 
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